GLASS SANDS OF EASTERN KENTUCKY

station is Tygart.   The Camp Glass Company, of Huntington, W. Va.,

owns and operates two quarries at Tygart. These quarries are sit-
uated on the south side of the Chesapeake and Ohio railroad and only
a few hundred feet from the track. A spur extends to the crusher and
storage bins. The elevation of the quarry is some 100 feet or more
above the track.

(10.) Blocks of sandstone show rift at the plant of the Blue Grass Quarries
Company,  Bluestone,  Carter County, Kentucky.

The sandstone beds vary in thickness from 30 to 40 feet. The
upper 15 feet is more or less iron stained thru the leaching of iron
oxides from the overburden of soil and their migration downward
by circulating ground waters. The lower 15 to 20 feet of sandstone
is white or faintly yellowish white in color, of medium grain, angular
to subangular in form, and well suited to the manufacture of all kinds
of glassware.

The sandstone from the quarries, which are only a few hundred
feet apart and continuous if the overburden of the soil was removed,
is carried to the crusher in small cars and delivered to the top of the
crusher. A Champion vibratory jaw crusher is used in breaking down
the sandstone. From the crusher the sand passes to the chaser, where
two large wheels, revolving on a horizontal axis, reduce the sandstone
lumps to individual grains. The sand goes from the chaser to the
washing pans and is carried from the washing pans by screws? ele-rains are angular to subangular, and easily loosened from each
